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D3572-041 NOTES: 
1) PART IS SYMMETRIC ABOUT CENTERLINE 
2) FINISH: CHEMICAL CONVERSION COAT PER DART OSI 0054.1 
POWDER COAT GREY SANDTEX (4.3.5.6) PER DART OSI 0054.3 
3) TOLERANCES ARE PER DART OSI 018 UNLESS OTHERWISE NOTED 
4) IDENTIFY WITH DART PIN "D3572-041" USING FINE POINT PERMANENT INK MARKER 
5) ALL DIMENSIONS ARE IN INCHES UNLESS OTHERWISE NOTED 
6) WELD PER DART OSI 004 


D3572-1 NOTES: 
1) MATERIAL: 
6061-T6 (OR T62) ALUMINUM TUBE 1.00 OD X 0.188 WALL 
PER WW-T-700/6 OR AMS 4080 OR AMS 4082 OR OO-A-200/8 OR OO-A-225/8 
(REF DART SPEC M6061 T6T1.000W.188) 
2) TOLERANCES ARE PER DART OSI 018 UNLESS OTHERWISE NOTED 
3) ALL DIMENSIONS ARE IN INCHES UNLESS OTHERWISE NOTED 
4) BREAK ALL SHARP EDGES 0.005 TO 0.010 MAX 
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D3572-3/-5 NOTES: 
1) D3572-3 MATERIAL: 6061-T6 (OR T6511T65101T6511T62) 
ALUMINUM BAR 
PER QQ-A-225/8 (OR AMS 4117/4128/4115/4116) 
OR QQ-A-200/8 (OR AMS 4160) (REF DART SPEC M6061T6B) 
2) D3572-5 MATERIAL: 6061-T6 (OR T62) ALUMINUM SHEET 0.080 THICK PER QQ-A-250/11 
OR AMS 4025 OR 4027 (REF DART SPEC M6061T6S.080) 
3) TOLERANCES ARE PER DART QSI 018 UNLESS OTHERWISE NOTED 
4) ALL DIMENSIONS ARE IN INCHES UNLESS OTHERWISE NOTED 
5) BREAK ALL SHARP EDGES 0.005 TO 0.010 MAX 
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